
IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



ication of: 
TAKAYUKI TAGAWA ET AL 
Ser. No.: 10/747,636 
Filed: 12/29/03 



METHOD OF MANUFACTURING A 
RUBBER SHEET FOR A POWER 
TRANSMISSION BELT AND ... 

Group Art Unit: 1732 

Examiner: Sang Wook An 



TRANSMITTAL OF PRIORITY DOCUMENTS 

Commissioner of Patents 
P.O. Box 1450 
Alexandria, VA 22313-1450 
Sir: 

Attached hereto are certified copies of Japanese priority document Nos. 
377687/2002, 299667/2003, and 387813/2003, along with English translations thereof. 

Respectfully submitted, 





S. Mortimer, Reg. No. 30,407 



WOOD, PHILLIPS, KATZ, 

CLARK & MORTIMER 
500 W. Madison St., Suite 3800 
Chicago, IL 60661 
(312) 876-1800 



BEST AVAILABLE 



Date: 




37CFR 1.8 
CERTIFICATE OF MAILING 



I hereby certify that this correspondence is being deposited with the U.S. Postal Service as first class mail in an 
envelope addressed to: Commissioner for Patents, P.O. Box 1450, Alexandria, VA 22313-1450, on 
2-±X-oL (date). ' 




Terri Craine 




H * S # «= Jf 

JAPAN PATENT OFFICE 



^P^^Js Office^ that thC anneXCd iS 3 true c °Py of the following application as filed 

§!!!!! 

•|||||| * ii ^ n h 

Jiffllfl^ Date of Application: 



200331 8H25B 



|' t m u # 

1 Application Number: 
• •[ST. 10/C] : 



A 



jpplicant(s): 



#M 2003-299667 
[JP2003-299667] 



Sir- ;• 



CERTIFIED COPY OF 
PRIORITY DOGUMB 




Commissioner, 
Japan Patent Office 



2. 00 3 ^12^180 



4 4 




2003-299667 



1/E 



[*«*] 

[£>T5fc] 

[ft*] 

[ttBrX*iJ§8f] 

[ft*] 

[f§9§#] 

[ft*] 
MWffiHA] 
[»J##] 

[ft*Xfi*ft;] 



PTA03350 
B29D 29/10 

#PlfrgfflEifci&ii4TB 1 

hjii mz 

#FlfrgfflEi£i&ii4TB 1 
Hi M£ 

fl«pHTSBaiH:^ji4TB i 

000006068 

»pitjfiBaizifeaiji4TB i 



21f H7l^^hft^ttrt 
2 i -t htfcjS^ttl*! 

2 1-^- 



[fflM^] #112002-377687 

im^B] 

[•ft*] 
[•ft*] 
[•ft*] 
[•ft*] 



¥^14^12^260 

010412 
21.000R 

#^lf^O|gffl 1 
M# 1 

ra i 
ss&# i 



miE#2 003-3105225 



#M 2003-299667 ^- v : 1/ 



[Ml£] #ItlS*<7>$£B 
[f»**l] 

q±m * u@ i $m £ * tz nasi r 4 x~m mmz l tzm. w m l x mm * a * mm l tz 

-Jf n*A v- h LTtft, 
U 

[ft** 2] 

m~m ^y-h^^isi u ?& o r m tej* 5 turn m l xmm =f*tt£ m& -> - 
u 

ftB* -^KC^^<H ±IEJ#* =f A ft iSfy-F, -l^> is X V*mm =f A ft # ^ 
[«**3] 

O^M^MS-T^ct o K«SF=fA4:t«PffiU AP^P±ftP^&*K#£K;3S$-t>r*:l*I 

rifrh mm =r a * sasns-* a onaic-ai l«« l ^ 

ofljg® Kg* 3 *A 4: Ltzt><D%, VlM 7 4 <D AP *> h W\W Kt¥ tti L L if =f A 

« awt** ^ a <D ^ m £ & m l «s l os§t4»i*S3 ie* ^fss* ^ * 

[ft** 5] 

AP^^ftA?^ flii^r** =*• a 4- tesg ^ <d x p t Htm □ t <d m em -t ^> aj© -c« a 
$ ^rrmm ^A ^ mmm^ =f a o^jbihjc l ^i^^f^ic#m^Bi- & i» 

** 3 |E«<7)f51|j-<;W h O««^ffio 
[IS** 6] 

mm^&<o&x&wtffcw.yj<nxnt\±&u t<Dmi,z$> v> % mmm^A<omxitLm^ 

[IS** 7] 

#m^^-t-^it** 3 iEfco^ifr^ h oiSit^fto 
[IS** 8] 

tBliE#2 003-3105225 



#fl 2 0 0 3 - 2 9 9 6 6 7 ^- V : 2/E 



[IS*^9] 



tiJIE# 2 003-3105225 



2003-299667 ^- v : 1/ 

[0 0 0 1 ] 

■c § , i ^jfitiUEEft^'ffin, ^tf mnm^zi&mx § £ v -r k^/w h > vy^v <; r k 

[0 0 0 2 ] 

fsoi ^ ®mmmz$cz.t:~tt<7>jj v > v - u - ^^m-mmx^ ^mm^r 

[0 0 0 3] 

K h ft * £ ftflfcR K x tf - > ^ L , £ ft 1 1 T 3* Jl fl: £ # £ 

[0 0 0 4 ] 
[0 0 0 5] 

oaEK«$-caEKKB**S£'ffc1-**fc^lBI««:W!tt, K;3S^-f tf>mP^IWO»rffi«£ AP£ 
[0 0 0 6] 

1 ] 6 - 9 8 4 7 

[#ra2] fi¥8 - 7 4 9 3 

[0 0 0 7] 

&*Atmmko$sm&&m< % ztz&\am.i>m<, m^zttmn^^ K^ffi^n: 

thliE#2 003-3105225 



#0 2003-299667 ^- *J : 2/ 

[0 0 0 8] 

^Eis'AHzffiit^a'Alt M^H £ ^ t & rf a if £ % jg L, * A - X Kflp ffi 
-fc tic i ot^iffio|)LM4*ijtL, ^of^i^/j^ < LTf&n^ Yxfc 

[R«fc*Fft1-*7t:<e>tf>#«] 
[0 0 0 9] 

ff^icif Lt^^h^f^ci^ 'j ■rs&fcw-r sfoSft^ 

U 

j&M* - to K K'p%<ti> <kU& i ^ JigE** =f A ft § /fi Jfc v - h *m § ft if >|>#H 
[0 0 10] 

n± #j p^ * us * %m $ fcitsR ^ 4 xm mum t w m l -eg* a zmmLtz 

^ - S =f A v - h £ K $ # K ?& o T #r5£g $ £ »t£J Wf L n*A ft § « > - h K 
L> 

j£tf^ - K C^^r < t _tfH^* A ft § j£0 > - h , is <£ tfS* ^ A ft § fi£ 
[001 1 ] 

[0 0 12] 

at n if a l ?t mmm^m * a o*gg® * & £ wbl t £ *> o * , ^ y << <n a p 

[0 0 13] 

tow Kfcg-r ^> asfi-cfliA ^ *r«* &m.mm&m ^a ^sit^i l ^ 

[0 0 14] 

*nit 6 ie«oi&B^{±, =f A*>£Ateea $ !£5R* r 'f oap t utmp t owtc^ 
«9 , K^^AonAM^^ntaip^M^ i -e^Aag&<7)wi5t75 ? i*^-r^^«^A<7)j¥ 

mVt& 2003-3105225 



2 0 0 3 - 2 9 9 6 6 7 ^- v : 3/ 

& f&r £ *r * a - x i:fi«tt^ =fA o^«ib n an l ^ 1- < , t ^ a * 

[0 0 15] 

=f a £J£3R ^ 4 <n>xufr h etm p<?> Hoffiii?*x$t-cSf n*A £ Muslim ^a cd^ 

[0016] 

m. l & &b n m l 1- * t ^« =f a 5 ^11**1 a- a h * $ »t r , # <b n £ a > 

[0 0 17] 
[0018] 
[0019] 

[0 0 2 0] 

[0021] 

[wj 1 ] 
[0022] 

Ay-H:f4Iigoj«iS0'e*4o iOXSrMSffl1"^^g 1 -eti, y'J>/-3 art 
OfftB** 1; a - 4 a^SlECJ: •) «*Mt A £rliirr&0-« 1 m$S 2 at, v -J > 

£l}$|2 b7$ ? f£5fl^ 5 OlHKfcitte U »-#ffi^!2 ai:^ZlWai^2 bt?JfttJLfc^ 

ttllE#2 003-3105225 



#SI 2003-299667 ^- v : 4/ 

£*HBB6 fcM^7T-ffM£ft£n*Aiij&8^tigA^&o 
10 0 2 3 ] 

±fEH£5i^'l' 5f(J, *»6 »C*3»$tL7trt^>f 1 0rt f ttSR7 K A.*"* 1 3 
fcft*^:b*Ti£5f^fc=fA»l&8*^JftL-Cv»;& 0 |*|^10{4AP1 ltfxbHtffiPl 
2^ftj&»oT&*K@£t£&$^fcRgtfl:-C**o 1 3WAP1 lfti£K(4, WUK 

ffl/n^#i 4 ^t^^^tfl Hi L n'A of* ^ ^-c f 5 : t i 4o 
[0 0 2 4 ] 

Ili^^l^v^fn'A 1 6 *iaML-Cffm-t»~ffffi«l2 bf4, i-ffiiJf 2 a 

njt^rn^'f l 3<dap l l ni5v»ffl|uE«$n, 5fcu««tti$*i.fc«tti|i^^A l 5 
fri 7t4«#&i gcio-cwHS^, g£flfc£>*i4o 

[0 0 2 5] 

X^'Ja-4a, 4b£TO : L, 3 , AE'&W*JRfl4fi:AP**?> XfiXWiH^ ? 0 a- 4 a 
, 4 b0iteCJ;ot3'At^Iii:t^ 0 :wH(:y'J VV-Z a, 3brto^^ 

bofisi±^Attt:)£>i:t^Mti.^ imt4 0-100 0 cizmmzn, mmmt^j* 
c co o umm m it =r a <r> m & mn l * v »e & n m m ■* % 0 

[0 0 2 6] 

ifcwrj 5 (±1*1^^ i o&otmpi 2 tciRio-cs<:l^^i-lfcSR$*rR*^i: u :n 

fcfl-^-f 1 3KiR#L, fl^-f 1 0 tft-yj 1 3 O^^Bf^J¥*<7)P^Pf iWfX^&o 9SL 
iilA^Al 5f4P±£i5Pl 2 H|p]oT#^ *Rffl*|Pl^03l^#(f LS:$tti7&* 

fefcWttfcRJH^IftJKEl&jS^ HUSKS?*:** 1 6^^iCaiL/:iMI#l 7K 

[0 0 2 7 ] 

WMV4 5(41*1^^ 1 0cDgSt34oT^*tC< <U |*I 74 1 0 1 3 fcOWHW* 

[0 0 2 8] 

ifc, rt^'f i o tw-yj i 3 -eM$ii7t=f'Aiii^8 1±> ap i i ^<bn±mp 1 2 Z 

&IHHtKfc»K fifMtoKJ&'fcl 7W#mfc:r^-*£j&*(ta-i:fc<g#:fr|6j^;* 
[0 0 2 9] 

rt/'f -frA.»f^jo^:# $i:»f«:4j|.4SHi:44. API l^fctffi 

PI 2 lz\n)-DX&*izmi)mM-f2>T-^-ftIg:tf3 0° m_h-C9 0° *»-C*l9, AP 
TO2 0-6 0mm, (tfliP^iSl 0 0 - 4 4 0 mm, * LX*<DitmX$> Zfomtt 

(H±tBP/AP) tfl. 5-12. 5 tc|8:Jc§ii*o -<0g&;£^H*$tT*&*U4\ 1*)^ 
1 OOttffiPl 2#iS-e<oR^^r|p]^co5li#(4L7& ? /J>$ < T, J**o^:# ft«f«jS3^# 
1 7cO|*i^-eti@ail75 s R^^[S]H@efS]Lt;< <&<9, -^:<Otg|Si^ix.Si, 
n«#|fiJ^©3l£#tfLtf**:# <£»)«?T, W»thJE2775*#£^K{4, ««iS^flt 1 7 

[0 0 3 0] 

i*i^-r i ow>f 1 3 ^^^Aiis&8 rttc^^i - ^ ^<7)i*j^f&^^PPSiJi-^ f^*^^ 

, rt^-f 1 0OrtSP(i?&±P7K4:«ill$*S^±P^B (0^*1*) £!£tt&-<t ttiio 
*fr*PW?*±, rt^-f 1 OR^/'f 1 3fi^*P7R£A*t*°>:Ac4oT#^(if£(:)- 

fcblE#2 003-3105225 



#SI 2003-299667 ^- v : 5/ 

[0 0 3 1 J 

^Offif^l 9(4. H5i;^"t-J: n &««JS3K#1 7 L^fr Uftfo TWJ L£rt ? <b 

[SSifefcl 2 ] 
[0 0 3 2] 

HI 2 KjFi-SJir/AfcifMI LfcflMMIEfil^A v- h tCi-^^O^M 1 TN±, v'J > 
-3a [*JO|faj^ * >; a - 4 a OEUEi:: «fc 1 5 2 

a ->U >?'-3 brtoflpm** 'Ja-4 b <£> HUE K «fc r> MMfe*^ L&v^^rfA 

[0 0 3 31 

i&— *faU»2 atiflffi;** U ^ - 4 a W«^|p]Ul£38^'f 5£ittSU fg-#aj#t2 b 
1 6(4, ^-#*^2 aOffta^^ 'J i-4 a05fe«SI52 5 tf»fc«ft7fctfc« KBfcttfc 
[0 0 3 4J 

USSI*^ 5(4l±mp 1 2 K[pJoTS£&*Kl£!B£-£TRSII?£fc Ltzftrj 10*, : 

1 0K3g#B£LfcRi|:|fc<*>$Hft#2 7(4, rf AO^n* 3 6 OS^-CML 
T, |*j:5^ l 0 tfty<{ 1 3 rao=f A®K8^fl?ffi"t J: 9Ciotv>4. 
[0 0 3 51 

ff^ 1 7 (4, tU$r3M£ 1 9 Ciotffai L^$\K : fe^X®m 14*^11^ v- F20 
1-^>o ±ieM^«l?SA=i*A 1 5<7>/¥^(4 1 . 5-10 mmt\ S^F^A 1 6 Ol?^t4 0 . 
1 - 1 . 0 mm"Cab£ 0 
[0 0 3 61 

SS=fA 1 6 «SL^:iOt> ttMyj 5<7>AP 1 1 ^ <b BB# L Ltif^ 1 6 
*lii^^ 1 5^H®t-'SLiBLfctt^lS3K#:i 7 KJft^-*-* S3 
C^fgtllilli^lf^l 5 item*"* 5C0AP 1 l^f)fA$*, 
1 6 SriSSS^'f 5 OAP 1 1 ^<bPtaiP 1 2 OF^fcgP "CttAS* Tft»=fA 1 6 £3§ 

IH *fe0fl 3 1 
[0 0 3 7J 

EP*>, H3 IZTT.-fmW: 1 "C(4, v'J 3 art£>#aj;** 'ja-4 aWllsCJ: •) ffl 

lltt^l 5 £M3*i-£fS-4fiti^2 a^Afc&Sfi^ 5 0AP 1 H^StffiPl 
2^UJt„ gii*^tL4v>ifa*A l 6.*?S^-r^»^Zlffm^2 b3&*#— 

tti$t2 a &W.-egeM£^ «*F=fA l 6 £RS:£lRjK:SELfc:3'AiB*!>«B3 5^ 

<b3*Ai§i&3 6 *«ISLTl£5gr'f 5 0AP 1 1 j&»<bthffiP 1 2 0^0tiPtRMC 
fAHS, 
[0 0 3 81 

_hie«Aii#P-e(4, 14 Ktf-TJ: 3 lc^Aii8&8 (C^Ut^g^lSlfba, i^«A 
&fiPj&»fcl±ttiP 1 2^M4i-e^^Aii«&8 0*B?&*ifltJB-f*«SSf^'A 1 6<7>W-frfrtiV 
A§<, il^l 6 0^AjiK8^0«A«tn:«:fi:T$*-C^A-X^ffil«jHI-&*=^A 
1 5 WJSMKML*-*-< U LTff n'A l 6 OJ?<^ £:fcj-(C Ltv^ 0 ±|B«A 

ttitiE#2 003-3105225 



mm. 2 0 0 3 - 2 9 9 6 6 7 ^- v : 6/ 

jSMPfi> API 1 T&^Htttin 1 2 ^r^-e^niiT^M^v^^ L< (ifttfctSP 1 2 

mmm 4 ] 

[ 0 0 3 9 ] 

m 7 tc^i-^g 1 1?(±, ->•; ^-3a hymn s^mn^r^y? a owl, 

fjl— 2 a i:fc^ty 'J 3 a ftOfftH* ?'Ja-4 a OHHSm: £ ft £ 

lli^tn^ 1 5(i, Pi^^-v^nilgi-^lEilj^T 4 1 tV£W)*cT 4 2 OF^^iioT, 3$ 

nm^tiMy^ 5 ^^oiii nrAP 1 1 ^thaip 1 2^#tts$tL^> 0 mmmz 
^mLz^mm^^ 1 6 ^r£^-r^n-#ai^2 b^m-ntam2 a ^^mi-^m-csb 

5g^>f 5<7>p±aiP 1 2ia#<7)fimP'en^^ti-gA$-^-2)o 

[0 0 4 0] 

HAfcMPti, API 1 ^"btttBP 1 2 <7)^-C&ftt£T^M(i£v^\ # L < fiHI 8 ^ 

-ti^K, tttupi 2<D&m, Mm^^i$rj<vfcmtmTir2>&wfrhi±&n 1 2 ;i:-c 
[0 0 4 1 ] 

#c^-Ct£3R L & <b til L 1" & i: =f A Jf ^M^«I#^T 3* A « <7>f># £ $ »t T , t# n 
[0 0 4 2] 

fLT, ±IEO«*=fA 1 6ftili^y- h 2 0 fcj^OftS tC^OWf LTSff^A 
5 2ft*JS»v- h 5 4 t:t^> 0 
[0 0 4 3] 

H9 *#ffiLT±fc:#ftK: < fcoT»e>;h.fc«*=fA 5 2#Miv- h 5 4 
[0 0 4 4] 

m%j%¥&* *s>*ja i y hizx^mmzLtzi}^-^ 5 1 , 

l&H a - Ktf» 3 <L>tt 53, fL t^SI £ K-WBf L 3*A 5 2 ft S Jfi0"> - h 5 

4 *ti#itr V 'J K^^ hffl?)^^ hjSf ft 5 5 i:ts 0 KPMM 
M5 1 ^«ffiL^<tUv> 0 
[0 0 4 5] 

4fc, y~ffrV 'J y hflio^ju hj£^ft£tt±»f ii 0i:^tJ:o 

i:»-^F5 01i:ii, hMMt LtifJA 5 2ft ^iv - h 5 4 , <i> 
|§15 3, «St=TA 5 2ft#^v- F54 # ftttT^fl/ h )»ft 5 5 K L, 5 3 
£t£*3*A 5 2 "C^-T-So 
[ 0 0 4 6 ] 

* LT, 9 KLTf#<b*ifv:±!B^^ M£J2ft5 5 «:ji1jf O^^-Clra* LT^A h 

9 t:iiLTEl3*Affl?)tf->- h 5 4 ^ffiK^ifcO'J 6 £ — KUBFBU+*o 

mSE# 2 003-3105225 



#0 2 0 0 3 - 2 9 9 6 6 7 ^- v : 7/ 

[0 0 4 7] 

£0;£j£f±, «x.tf«FW s ff»#-?-2 7 6 2 2 3 8 £ «t o T*gl Cttr^ :H J f^o 
[0 0 4 8] 

^<7>«t 5 £ LTfffcftfcV 'J r K-n;i/ hoSifMUl^ia l l tc^i"o V U 7* K^;i/ h 7 0 
tt, ^i»7 1 «|3'A7 2*H=S89:U ■€-OT«U5|ttt#:W-eab-6JEIt^'AJi7 5 

U7 6 *tLtv>4o 
[0 0 4 91 

'J :TSB7 4 4 3 tc-a^'LTv^^^i7 7 7^ n > 6 . t^n>66, #'Jx7fA/ 
[0 0 5 0] 

(±l~2 0mm-C, -5-oaSj&n*»±=^A 1 0 0 KMSBK** LT 1 - 3 0 4 0 

•y?X, try*?-, -r?y-7, F70>|t^Jo 
[0 0 5 1 ] 

77? K^llcoi^na^ l «IMi<7)«^(:(±, u 7 4 <z>»ffl9BE14K$:*t 
0Kfi:g&&jgx.& K*&-fc5MftLfc < 

[0 0 5 2] 

^Dn7 , l/>^A > Tcgk^A, CSM, ACSM, SBR, xf u > - « - * 1^ 7 >f > x. 

*s &m-r& ft *>k. %-t t < t±9 o %m±7&*&v> 0 tr^ws o%* 

^fif^t, ^7 ? 'J nx h ij 2 0-4 5 Lv> 0 ^"Ci>, th/fl 

[0 0 5 3] 

±ffix.^u>- a-rf^-y-^^x.^hv-tLTte, -€-<Z>ft^fi<jfc LTEPD 

LT(±, vv? ? yx>, > -f- p > 7 ;l/^;W^> xf 'Jf >y j^f ;i/|>, 1, 

4 -^^r-tf-vx.^, n*? 9 v x. hiiho ttz, x.^ v y-~fu \£v y 

(EPR) *>«fl§iiNJB-e**o 

[0 0 5 4 ] 

K, ^^vM^-t+t-f K> 1, 3 -if* ( t -T'^-JW'C-jj-* ->>f v 7°n ^ 
>-t*>\ 2, 5-y^fiV-2, 5-v (t-7f^-t^fy) A^y>-3, 2, 5 
5- (^yV^;w^-t + y) ^^fy, 2, 5-v^^^-2, 5- 

[0 0 5 5] 

ifc, W&Mn (co-agent) ^tiiiiaot, ^*ap«r±tfr«i3BF* 
^OPnm^l^Jh-r-S- hifi~Q%h 0 mffiW)MtLXmtfbti2>i><DtLXli^ TIAC 
, TAC, 1, 2*'J7^yxy, /Ffi&ftl* >l"-K>SI<*>&JR*l, 77xy'> 
„ I- 0 ^ f n-^y'n/r/ h <J 7 ? ? 'J u- h , xl^-u^ij ^^'J I/ - F> 

N-N '-ra-7xxi/ytf^vl/>f 5 F\ tt*f*^a#/"C-**-9->f K*«(:ffiv»4t 

[0 0 5 6] 

tbSEiTf 2003-3105225 



mm 2003-299667 



8/ 



[0 0 5 7] 
[0 0 5 8] 

&*m*) &t>^tzm>T--)V%)itf4 , 0 0 0 - 8, OOOOgf^IL^n-K^ 
Ii:Lt(iii$-l/'/;Vy>-t;wj>-7f (RFL) ifcKgSt^ AnftKift 

-5> o 

[0 0 5 9] 

^H7 1 li, 7. M=->>f\£ v !P*>'fri»<a«ift»tfc?y"f-*0. 9-1. 3 mmCt 
* CI tX% * 'Jo. J^orfc^sov Y CC-fct-ttf - &o 0. 9mm*Ii:i^h, 

)l> Y <D^E ~J v * tcfg: < & £ o 

[0 0 6 0] 

K\ rK »; a.^-r^, *° >j a. -f- P > , *° U 7 P ? X ^ > x *>J 7n;i/xf l/^, 

*° 'J7i"J;K # 'J If- )VT )V a - ;k U x^fiK 77< K^O^PftiMMi & 

mifbtiZo ±ISttf (i^lif Ct o 1 v*;v y > - * ;i/ vj > - 7 r 7 7 ^ i (RF 
L «) Kftfcffe, *M A SrHP®«5&*t 7 6 tl$ «3 &tr 7 U * v 3 > t I) , ttz 

rfl a £ mm L V - * > £ 0 

[0 0 6 1 ] 

mmm 5 1 

[0 0 6 2 ] 

hm^J5, jtte^ii 

[0 0 6 3] 



mSE#2 003-3105225 



mm. 2003-299667 



9/ 







$S£l& k ~~f A 




Asm* 




X v v# 


10 0 
X u u 


A7 > 'J <S 


o 

Cm 


o 


y i M ✓ y r ?7> 


1 ^ 




J Z/ P/V 7 r >fs 


o 






5 


5 




2 5 


2 5 


mitm±m 


4 


4 




2 


2 




5 


5 



[0 0 6 4 ] 
[0 0 6 5] 



fctJfiE#2 003-3105225 



mm 2003-299667 



^-v: 10/ 



[*2] 

















-7 7 e ftg(mm) 


M 9en 


A OCA 


3* AflfEgS ffl □ 4»'^i(mm) R2 


9£9 




3* mm A P ^^vm(mm) Rl 


/A 77 


*h 11 


{feSUfc R2/R1 








fla- 




en 
oil 


vor -(SAIH!!) 




en 
ou 


j"jyr-(Mr-iii!D 


*cn 


n:n 




IK 

to 


/O 


X?9i-EH£«[(rpm) 


OA 


on 


3 * A ■> - KD if ❖ 
(mm) 




q n 


q n 




n k 












TBJt 






i *c 




2.0 


2.0 i 


Km 


2.0 


1.5 


EB(%) 






50 j 




300 


300 




250 


100 









*2 : #^=fA#m«<DX^ U 
TBj£=TB(#mM#fa)/TB(#tt¥tT#|6j) TB : 5l®fc»f&& 
EB=ffmTO^Fq]<D5 l^«»ri^©#as 

[ 0 0 6 6 ] 
[0 0 6 7] 

^fatmj5\»iv> j £ti'?ti<7>?m%>m. (tb) is K6 2 5 1 izmzxm^L. 3m 
saaut (TBjt) w&ufH-frm/wm^j^fa) tmmm^n^mmn^wxf ( 
eb) 4r**e>fco WffiM^ifijogiK^ft^ffi^ff^ogiK^jKtijk^r^^v^s, 

[0 0 6 8] 

o 

[0 0 6 9] 

& U LT^;u U -y^ib1@^o^;u h tc-M LTV 'J 7' K^;u h ^llt 
[0 0 7 0] 

ffitE# 2003-3105225 



mm 2003-299667 



^-v: 11/ 



nbtltzV >; f Y^fr Y liRMASftJCJ: 9 7 5ramOKl3 'J 7 K^;i/ h "Cab 

0 > Urt'^f 3. 5 6 mm, U7*i|$2. 0 mm, hi? £ 4 . 3 0 mm, *) 7&gt 

4 0° t**o/;o 

[ 0 0 7 1 ] 

^S&Wfifcl&^i' hoSiji^fi, V'J7R;H, K d-x 7 

[ 0 0 7 2 ] 

[HI] #ffi^^n^1»^f^^it^^^^L^75 s <bM^@S|6]^A v- M: 

-tan i <nmMMt%z>j:m*7F-fmv$mr-&2>o 
is 4] 03 <Dcutt;jzmr*$>2> 0 

[05] 0 1 <DA-Ajj\ti}<DMmm-e$>2>o 

[0 6 ] =f A# § MHItSElS] rf a v - h £{2JKJ L fczlB n'A - h Otffigt^ 

[07] n\^m^fitzm^mm^umx^mmL^hm.mmti^^^- k: 

[0 8] 17©CW«T^^o 
^1-$fM0T*£>S o 

[0 10] fate*-* K±C/7^V 7*K^;v h^o^;u h)SKft«:^«L^S 
<D8ffffi0-C&£ o 

[011] *HWO»j|*ffit#f)ftfc V V ■/ K^/l/ b<7)Blf®0-CabSo 
[flF^-WRiB] 



[0 


0 7 3 ] 


2 a 




2 b 




5 




8 




1 0 




1 1 


AP 


1 2 




1 3 




1 5 




1 6 




1 7 




1 9 




2 0 




4 0 




P 




5 0 




5 1 




5 2 


mm** 


5 3 




5 4 


m^y- Y 


5 5 





WSE#2 003-3105225 



mm 2003-299667 

'J 7°U 



^-v: 12/E 



t±JIE#2 003-3105225 




£HtE#2 003-3105225 




ffifE#2 003-3105225 




tb«E#2 003-3105225 




tbliE#2 003-3105225 



#fl 2003-299667 



5/ 



[116] 




ffiIE#2 0 0 3 



-3105225 




miE#2 003-3105225 




tBfE# 2003-3105225 



2003-299667 



8/E 



1 0] 




miE# 2003-3105225 



mm 2003-299667 



l/E 



[SUB] t — 3£^|fiJ t-BE|pJ $ -tf fcff It =f* A j| ^ -f & rf A « £ 4: & $ & 

mm a 1 6 l tz~m -> - h 2 0 k l ±.m-m ^y-h2o^i^ 

0 < i: &'L>n&5 3 £ «fc OUiffi^* n'A 5 2lt£j£ff£v- h 5 4 £^£ttttT, 'kiR 

5 3 hgf^A 5 2 «:BMSS*T^^ MS®#5 5 *^HL, d ftfcJjUfls L fcfttCflFfitC 



mfjE# 2 003-3105225 



#11 2 0 0 3 - 2 9 9 6 6 7 ^- V \ 1/E 

<&&mm<?>&-% 2003-299667 

50301394384 

mm 

mM'g m^mm±m 0095 

fgJ&H ¥115^ 8B28B 



[«mH] WU5^ 8J325B 



mSE#2 003-3105225 



&m 2003-299667 

m m a m m m m 

ItSU*^- [000006068] 
1 . ^M^fl B 1990^ 8 £ 6B 



PATENT OFFICE 
JAPANESE GOVERNMENT 



This is to certify that the annexed a true copy of the following 
application as filed with this office. 

1. Date of Application : August 25, 2003 

2. Application Number : Patent Application No . 299667/2003 

[JP2003-299667] 

3. Applicant : Mitsuboshi Belting Ltd. 

December 18, 2003 

Commissioner, Patent Office 
Yasuo Imai 



[Name of Document] Patent Application 

[Reference Number] PTA03350 

[Mailing] Director of Patent Office 

[IPC] B29D 29/10 

[Title of Invention] Method of Manufacturing Transmission Belt 
[ Inventor] 

[Address] Mitsuboshi Belting Ltd. in. No. 1-21, 

4-chome , Hamazoe-dori , Nagata-ku, Kobe, Hyogo, Japan 
[Name] Takayuki Tagawa 

[ Inventor] 

[Address] Mitsuboshi Belting Ltd. in. No. 1-21, 

4-chome , Hamazoe-dori , Nagata-ku, Kobe, Hyogo, Japan 
[Name] Tomohiro Miwa 

[ Inventor] 

[Address] Mitsuboshi Belting Ltd. in. No. 1-21, 

4-chome, Hamazoe-dori, Nagata-ku, Kobe, Hyogo, Japan 
[Name] Toshihiro Nishimura 

[Applicant ] 

[Register Number] 000006068 

[Address] No. 1-21, 4-chome, Hamazoe-dori, Nagata-ku, 

Kobe , Hyogo , Japan 

[Name] Mitsuboshi Belting Ltd. 

[Representative] Norio Nishikawa 

[Priority on basis of prior application] 

[Application Number] 377687/ 2002 

[Date of Application] December 26, 2002 

[Indication of Fee] 

[Means of Pay] Prepayment 

[Account Number] 010412 

[Amount of Fee] ¥ 21,000 

[Detail of Attached Papers] 

[document] Specification 1 

[ document ] Drawing 1 

[document] Abstract 1 



1 



[Designation of Document] Claim(s) 
[Claim 1] 

A method of manufacturing a transmission belt having an 
adhesive rubber layer, in which tension members are embedded 
in a longitudinal direction of the belt, and ribs disposed 
adjacent to the adhesive rubber layer to extend in the 
longitudinal direction of the belt, the method being 
characterized in that 

a two-layered cylindrical-shaped molded body composed 
of short-fiber containing rubber laminated on an inner 
peripheral side thereof and adhesive rubber laminated on an 
outer peripheral side thereof is extrusion-molded by an 
expansion die gradually enlarged in diameter from an inlet to 
a discharge port, and then cut out to make a two-layered rubber 
sheet, on which the adhesive rubber is laminated, 

the two -layered rubber sheet is cut to a predetermined 
length in a longitudinal direction to make a molded sheet with 
adhesive rubber, 

and at least tension members and the molded sheet with 
the adhesive rubber are wound round a mold, the tension members 
and the adhesive rubber are made adjacent to each other to 
fabricate a belt molded body, and the belt molded body is cured 
and ground to finish a belt sleeve provided with ribs. 
[Claim 2] 

A method of manufacturing a transmission belt having an 
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adhesive rubber layer, in which tension members are embedded 
in a longitudinal direction of the belt, and ribs disposed 

adjacent to the adhesive rubber layer to extend in the 
longitudinal direction of the belt, the method being 
characterized in that. 

a two-layered cylindrical-shaped molded body composed 
of short-fiber containing rubber laminated on an inner 
peripheral side thereof and adhesive rubber laminated on an 
outer peripheral side thereof is extrusion-molded by an 
expansion die gradually enlarged in diameter from an inlet to 
a discharge port, and then cut out to make a two-layered rubber 
sheet, on which the adhesive rubber is laminated, 

the two -layered rubber sheet is cut to a predetermined 
length in a longitudinal direction to make a molded sheet with 
adhesive rubber, and 

at least the molded sheet with the adhesive rubber, tension 
members and the molded sheet with the adhesive rubber are wound 
round a mold, the tension members and the adhesive rubber are 
made adjacent to each other to fabricate a belt molded body, 
and the belt molded body is cured and ground to finish a belt 
sleeve provided with ribs arranged on the upper and lower molded 
sheets . 
[Claim 3] 

The method of manufacturing a transmission belt, 
according to claim 1 or 2, wherein in the process of making 
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the two-layered rubber sheet, on which the adhesive rubber is 
laminated, the adhesive rubber is extruded in a manner to cover 
an outer peripheral surface of the previously extruded 
short -fiber containing rubber and a two- layered 
cylindrical- shaped molded body with the adhesive rubber 
surrounding and being laminated on the outer peripheral surface 
of the short-fiber containing rubber is extruded from an 
expansion die composed of an inner die and an outer die, which 
are gradually enlarged in diameter from the inlet to the 
discharge port. 
[Claim 4] 

The method of manufacturing a transmission belt, 
according to claim 3, wherein in the process of making the 
two-layered rubber sheet, on which the adhesive rubber is 
laminated, a semi -product with the adhesive rubber covering 
the outer peripheral surface of the previously extruded 
short -fiber containing rubber is simultaneously extruded from 
the inlet of the expansion die to mold a cylindrical -shaped 
molded body with the adhesive rubber surrounding and being 
laminated on the outer peripheral surface of the short-fiber 
containing rubber . 
[Claim 5] 

The method of manufacturing a transmission belt, 
according to claim 3, wherein in the process of making the 
two-layered rubber sheet, on which the adhesive rubber is 
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laminated, the short -fiber containing rubber is caused to enter 
from the inlet of the expansion die and the adhesive rubber 
is caused to enter in a portion between the inlet and the discharge 
port of the expansion die to be extrusion-molded into a 
cylindrical-shaped molded body with the adhesive rubber 
surrounding and being laminated on the outer peripheral surface 
of the short-fiber containing rubber. 
[Claim 6] 

The method of manufacturing a transmission belt, 
according to claim 5, wherein an entrance position of the 
adhesive rubber is between the inlet and the discharge port 
of the expansion die, and a clearance of a rubber passage 
extending from the entrance position of the adhesive rubber 
to the discharge port is increased corresponding to a thickness 
of the adhesive rubber being laminated. 
[Claim 7] 

The method of manufacturing a transmission belt, 
according to claim 3 , wherein the short -fiber containing rubber 
is caused to enter from the inlet of the expansion die and the 
adhesive rubber is caused to enter in a position between the 
inlet and the discharge port of the expansion die to be 
extrusion-molded into a cylindrical -shaped molded body with 
the adhesive rubber surrounding the outer peripheral surface 
of the short-fiber containing rubber. 
[Claim 8] 
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The method of manufacturing a transmission belt, 
according to claim 3, wherein an entrance position of the 
adhesive rubber is in the vicinity of the discharge port of 
the expansion die. 
[Claim 9] 

The method of manufacturing a transmission belt, 
according to any one of claims 1 to 8, wherein after the 
short-fiber containing rubber having been kneaded by an 
extrusion screw is passed through a gear pump, it is guided 
into the expansion die for extrusion molding. 
[Designation of Document] Specification 

[Title of the Invention] METHOD OF MANUFACTURING A TRANSMISSION 
BELT 

[Technical Field] 
[0001] 

The invention relates to a method of manufacturing a 
transmission belt, and more particular, to a method of 
manufacturing a transmission belt , such as V-ribbed belt , double 
V-ribbed belt, and the like, which can be molded at low cost 
with less production man-hour and which is excellent in 
lateral-pressure resistance and can reduce noises in running. 
[Background Art] 
[0002] 

Conventionally, a method of orienting short fibers in 
non-cured rubber in a fixed direction comprises throwing 
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short-fiber containing non-cured rubber into a pair of calendar 
rolls having different rotational speeds as in the rolled sheet 
fabricating process , orienting short fibers in the rolled rubber 
sheet in a rolling direction of the sheet, and cutting the sheet 
.according to a molded belt width. Thereafter, several rolled 
sheets as cut are overlapped on one another to have a 
predetermined thickness , and subsequently a laminate with short 
fibers oriented widthwise is wound round a molding drum as in 
the winding process to fabricate a transmission belt. 
[0003] 

That is, in a method of manufacturing a transmission belt 
such as V-ribbed belt and raw-edge V-belt, one to plural sheets 
of cover canvas and an adhesive rubber layer are wound round 
a peripheral surface of a cylindrical -shaped molding drum, 
tension members composed of cords are spun spirally on the cover 
canvas and the adhesive rubber layer, then a compression rubber 
layer is successively wound to provide a laminate, and the 
laminate is cured to make a belt sleeve. The compression rubber 
layer used here has a thickness corresponding to that of three 
to four rolled sheets, and has short fibers oriented in a 
direction of sheet width, the compression rubber layer being 
wound round a molding drum. 
[0004] 

Since a rolled sheet cannot have short fibers oriented 
adequately in a direction of sheet rolling unless it is small 
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in thickness, however, sheets are unavoidably overlapped on 
one another to provide for a desired thickness, so that much 
man-hour is necessary to obtain a belt molded sheet. 
[0005] 

As measures for improving such situation, there has been 
proposed an arrangement, in which an extruder mounting thereon 
an expansion die is used to orient short fibers in a 
circumferential direction of an extrusion cylinder body, an 
enlarged space is provided in a middle space to have a flow 
passage width varying from a predetermined flow passage width 
of an inlet space to a predetermined flow passage width of an 
outlet space, and setting is made such that a cross sectional 
area of the outlet space of the expansion die is made larger 
by a predetermined amount than a cross sectional area of the 
inlet space, a flow passage width of an inlet portion is smaller 
than that of a middle portion, and a flow passage width of an 
outlet portion is not greater than a flow passage width of the 
middle portion (for example, see Patent Document 1). 
[0006] 

Moreover, it has been proposed to use a sheet, which is 
formed from a short -fiber containing rubber composition by means 
of an expansion die, for a transmission belt, and for example. 
Patent Document 2 discloses using an extruder, which is provided 
at an outlet portion thereof with an expansion die having V-rib 
molding grooves, to extrude a cylindrical -shaped rib rubber 
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tube, using a sheet, which is formed by cutting out the rib 
rubber tube, to mold and cure a V-ribbed belt molded body on 
a metal die, and grinding rib surfaces of V-ribs of the belt 
molded body to fabricate a V-ribbed belt. 

[Patent Document 1] JP-B-6-9847 

[Patent Document 2] JP-A-8-74936 
[Disclosure of the Invention] 
[Problems that the Invention is to Solve] 
[0007] 

In the case where a considerably sticky material such 
as chloroprene is used even in a method making use of a 
conventional expansion die, however, roughening is generated 
on rubber surfaces since a surface layer, in particular, an 
outer peripheral layer will not flow smoothly due to a large 
frictional force generated between the layer and a die inner 
peripheral surface. Therefore, adherence between rubber being 
a matrix and fibers is bad, and orientation is bad, so that 
such material is actually difficult in some cases to be used 
for a compression rubber layer of a transmission belt. 
[0008] 

The invention copes with the above-mentioned situation, 
and has its object to provide a method of manufacturing a 
transmission belt, such as V-ribbed belt, which can be molded 
by laminating a rubber layer corresponding to a compression 
rubber layer with short fibers oriented in a fixed direction, 
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and an adhesive rubber layer containing no short fibers together 

and smoothly extruding the layers while generation of roughing 

of rubber surfaces is prevented , production man-hour is reduced , 

and cost is decreased. 

[Means for Solving the Problems] 

[0009] 

That is, the invention according to claim 1 resides in 
a method of manufacturing a transmission belt having an adhesive 
rubber layer, in which tension members are embedded in a 
longitudinal direction of the belt, and ribs disposed adjacent 
to the adhesive rubber layer to extend in the longitudinal 
direction of the belt, the method being characterized in that 

a two -layered cylindrical -shaped molded body composed 
of short -fiber containing rubber laminated on an inner 
peripheral side thereof and adhesive rubber laminated on an 
outer peripheral side thereof is extrusion-molded by an 
expansion die gradually enlarged in diameter from an inlet to 
a discharge port, and then cut out to make a two-layered rubber 
sheet, on which the adhesive rubber is laminated, 

the two -layered rubber sheet is cut to a predetermined 
length in a longitudinal direction to make a molded sheet with 
adhesive rubber, 

and at least tension members and the molded sheet with 
the adhesive rubber are wound round a mold, the tension members 
and the adhesive rubber are made adjacent to each other to 
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fabricate a belt molded body, and the belt molded body is cured 
and ground to finish a belt sleeve provided with ribs. 
[0010] 

The invention according to claim 2 resides in a method 
of manufacturing a transmission belt having an adhesive rubber 
layer, in which tension members are embedded in a longitudinal 
direction of the belt , and ribs disposed adjacent to the adhesive 
rubber layer to extend in the longitudinal direction of the 
belt, the method being characterized in that 

a two-layered cylindrical -shaped molded body composed 
of short-fiber containing rubber laminated on an inner 
peripheral side thereof and adhesive rubber laminated on an 
outer peripheral side thereof is extrusion-molded by an 
expansion die gradually enlarged in diameter from an inlet to 
a discharge port, and then cut out to make a two- layered rubber 
sheet, on which the adhesive rubber is laminated, 

the two -layered rubber sheet is cut to a predetermined 
length in a longitudinal direction to make a molded sheet with 
adhesive rubber, 

and at least the molded sheet with the adhesive rubber, 
tension members and the molded sheet with the adhesive rubber 
are wound round a mold, the tension members and the adhesive 
rubber are made adjacent to each other to fabricate a belt molded 
body, and the belt molded body is cured and ground to finish 
a belt sleeve provided with ribs arranged on the upper and lower 
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molded sheets. 
[0011] 

The invention according to claim 3 resides in a method 
of manufacturing a transmission belt, wherein in the process 
of making the two-layered rubber sheet, on which the adhesive 
rubber is* laminated , the adhesive rubber is extruded in a manner 
to cover an outer peripheral surface of the previously extruded 
short-fiber containing rubber and a two- layered 
cylindrical- shaped molded body with the adhesive rubber 
surrounding and being laminated on the outer peripheral surface 
of the short -fiber containing rubber is extruded from an 
expansion die composed of an inner die and an outer die, which 
are gradually enlarged in diameter from the inlet to the 
discharge port . 
[0012] 

The invention according to claim 4 resides in a method 
of manufacturing a transmission belt, wherein in the process 
of making the two-layered rubber sheet, on which the adhesive 
rubber is laminated, a semi-product with the adhesive rubber 
covering the outer peripheral surface of the previously extruded 
short -fiber containing rubber is simultaneously extruded from 
the inlet of the expansion die to mold a cylindrical -shaped 
molded body with the adhesive rubber surrounding and being 
laminated on the outer peripheral surface of the short-fiber 
containing rubber . 
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[0013] 

The invention according to claim 5 resides in a method 
of manufacturing a transmission belt, wherein in the process 
of making the two-layered rubber sheet, on which the adhesive 
rubber is laminated , the short - fiber containing rubber is caused 
to enter from the inlet of the expansion die and the adhesive 
rubber is caused to enter in a portion between the inlet and 
the discharge port of the expansion die to be extrusion-molded 
into a cylindrical- shaped molded body with the adhesive rubber 
surrounding and being laminated on the outer peripheral surface 
of the short -fiber containing rubber. 
[0014] 

The invention according to claim 6 resides in a method 
of manufacturing a transmission belt, wherein an entrance 
position of the adhesive rubber is between the inlet and the 
discharge port of the expansion die, and a clearance of a rubber 
passage extending from the entrance position of the adhesive 
rubber to the discharge port is increased corresponding to a 
thickness of the adhesive rubber being laminated, and resistance 
to entrance of the adhesive rubber into the rubber passage is 
reduced to make it easy for the adhesive rubber to surround 
the outer peripheral surface of the short-fiber containing 
rubber and to enable uniformizing a thickness of the adhesive 
rubber . 
[0015] 
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The invention according to claim 7 resides in a method 
of manufacturing a transmission belt, wherein the short-fiber 

containing rubber is caused to enter from the inlet of the 
expansion die and the adhesive rubber is caused to enter in 
a position between the inlet and the discharge port of the 
expansion die to be extrusion-molded into a cylindrical -shaped 
molded body with the adhesive rubber surrounding the outer 
peripheral surface of the short -fiber containing rubber. 
[0016] 

The invention according to claim 8 resides in a method 
of manufacturing a transmission belt, wherein an entrance 
position of the adhesive rubber is in the vicinity of the 
discharge port of the expansion die, and since short -fiber 
containing rubber is hard as compared with adhesive rubber, 
an adhesive rubber layer is affected by a short-fiber containing 
rubber layer in extrusion while being expanded in a laminated 
state , so that waviness is liable to be generated on the resulting 
rubber sheet but by positioning the entrance position in the 
vicinity of the discharge port, there is produced an effect 
that a distance , over which the adhesive rubber layer is affected 
by the short -fiber containing rubber layer, is shortened to 
make generation of waviness hard. 
[0017] 

The invention according to claim 9 resides in a method 
of manufacturing a transmission belt, wherein after the 
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short -fiber containing rubber having been kneaded by an 
extrusion screw is passed through a gear pump, it is guided 

into the expansion die for extrusion molding, and a short -fiber 
compounded rubber with less internal heat generation can be 
obtained by feeding a large amount of short -fiber containing 
rubber to the expansion die at low pressure. 
[Advantage of the Invention] 
[0018] 

According to the invention, by extrusion molding a 
two-layered cylindrical-shaped molded body with adhesive 
rubber laminated on an outer peripheral side of short -fiber 
containing rubber and then linearly cutting out the 
cylindrical- shaped molded body to make a molded sheet with the 
adhesive rubber, smooth extrusion is enabled to prevent 
generation of roughing of rubber surfaces, and by beforehand 
laminating the adhesive rubber and the molded sheet , which will 
make a sheet for compression rubber, there is produced an effect 
that a transmission belt such as V-ribbed belt, double V-ribbed 
belt can be molded at low cost with less production man-hour. 
[0019] 

Also, by entering the short-fiber containing rubber from 
the inlet of the expansion die and entering the adhesive rubber 
in a position between the inlet and the discharge port of the 
expansion die to be extrusion-molded into a cylindrical -shaped 
molded body with the adhesive rubber surrounding the outer 
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peripheral surface of the short-fiber containing rubber, 
extrusion can be performed in a manner to make a thickness of 
the adhesive rubber more uniform, and by positioning an entrance 
position of the adhesive rubber between the inlet and the 
discharge port of the expansion die, and increasing a clearance 
of a rubber passage extending from the entrance position of 
the adhesive rubber to the discharge port corresponding to a 
thickness of the adhesive rubber being laminated, there is 
produced an effect that resistance to entrance of the adhesive 
rubber into the rubber passage is reduced to make it easy for 
the adhesive rubber to surround the outer peripheral surface 
of the short -fiber containing rubber and to enable unif ormizing 
a thickness of the adhesive rubber. 
[0020] 

Further, by positioning an entrance position of the 
adhesive rubber in the vicinity of the discharge port of the 
expansion die, it is possible to suppress the waving phenomenon 
of a sheet to obtain a two-layered rubber sheet of good quality. 
Also, by guiding the short -fiber containing rubber into the 
expansion die through a gear pump, it is possible to feed a 
large amount of short -fiber containing rubber to the expansion 
die at low pressure and to obtain a short-fiber compounded rubber 
with less internal heat generation , and by using the short-fiber 
compounded rubber for the adhesive rubber and a sheet for 
compression rubber, there is produced an effect that a 
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transmission belt , such as V-ribbed belt , double V-ribbed belt , 
having a good quality can be molded at low cost . 
[Best Mode for Carrying Out the Invention] 
[0021] 

Embodiments of the invention will be described below with 
reference to the accompanying drawings. 
[Embodiment 1] 
[0022] 

Embodiments of the invention will be described below with 
reference to the accompanying drawings . 

Fig. 1 is a schematic view illustrating the process of 
making a cylindrical- shaped molded body, having been subjected 
to extrusion molding, a two-layered rubber sheet, to which 
adhesive rubber is laminated, while linearly cutting out the 
molded body. In an apparatus 1 used in this process, a first 
extruder 2a for kneading short-fiber containing rubber with 
rotation of an extrusion screw 4a in a cylinder 3a, and a second 
extruder 2b for kneading short-fiber non-containing rubber with 
rotation of an extrusion screw 4b in a cylinder 3b are connected 
to a back of an expansion die 5, and the rubber extruded by 
the first extruder 2a and the second extruder 2b is introduced 
into a rubber passage 8 defined by a shaft 6 and a cylindrical 
portion 7. 
[0023] 

In the expansion die 5, an inner die 10 mounted on the 
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shaft 6 and an outer die 13 connected to the cylindrical portion 
7 are combined together to define the rubber passage 8. The 
inner die 10 comprises a cone-shaped body to be gradually 
enlarged in diameter from an inlet 11 to a discharge port 12. 
An aligning block body 14 is combined in the vicinity of the 
inlet 11 of the outer die 13 to be able to make a thickness 
of the extruded rubber uniform. 
[0024] 

The second extruder 2b for kneading and extruding 
short-fiber non -containing adhesive rubber 16 is arranged close 
to the inlet 11 of the outer die 13 relative to the first extruder 
2a to extrusion-mold a two-layered cylindrical -shaped molded 
body 17 composed of previously extruded short-fiber containing 
rubber 15 , an outer periphery of which is coated with the adhesive 
rubber 16 . The adhesive rubber 16 possesses a rubber f lowability 
to completely surround an outer periphery of the short-fiber 
containing rubber 15. The extruded cylindrical -shaped molded 
body 17 is cut out by cutting means 19 and then wound. 
[0025] 

The first extruder 2a and the second extruder 2b rotatably 
receive extrusion screws 4a, 4b in the cylinders 3a , 3b, and 
charge rubber compound from a material charging inlet to knead 
the same with rotation of the extrusion screws 4a , 4b. At this 
time, gases or the like generated from an air and the rubber 
compound within the cylinders 3a, 3b are discharged from an 
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exhaust port (not shown) . Temperatures of the cylinders 3a, 
3b are modified according to a kind of rubber to be normally 
adjusted to 40 to 100° , and short fibers and rubber are heated 
to a temperature, at which mixing is made easy, to be made 
thermoplastic for easy extrusion molding . Also, a kneading time 
in this case is adjusted to an extent to inhibit curing of rubber . 
[0026] 

The inner die 10 of the expansion die 5 is gradually 
enlarged in diameter toward the discharge port 12 to be 
cone-shaped, and received in the outer die 13 to provide a gap 
of a predetermined thickness between the inner die 10 and the 
outer die 13. The short-fiber containing rubber 15 is gradually 
subjected to extension toward the discharge port 12 in a 
circumferential direction to orient short fibers in the 
circumferential direction, and is simultaneously subjected to 
extrusion molding into a cylindrical- shaped molded body 17, 
an outer layer of which is surrounded by the adhesive rubber 
16. 

[0027] 

The expansion die 5 is arranged to be perpendicular to 
the first extruder 2a and the second extruder 2b, which are 
horizontally arranged, and the cylindrical- shaped molded body 
17 is extruded from the discharge port 12 against gravity, so 
that the cylindrical- shaped molded body 17 is not deformed due 
to gravity and so relatively small in dimensional change. Also, 



18 



the expansion die 5 arranged vertically is hard to bend due 
to a dead weight of the inner die 10 , so that a clearance between 
the inner die 10 and the outer die 13 is kept constant and a 
cylindrical-shaped molded body 17 can be finished to be small 
in thicknesswise deformation.. 
[0028] 

Also, the rubber passage 8 defined by the inner die 10 
and the outer die 13 makes a substantially uniform gap from 
the inlet 11 to the discharge port 12 to permit smooth flowing 
in a longitudinal direction without braking extrusion of a 
cylindrical- shaped molded body 17 , and the cylindrical- shaped 
molded body 17 is finished to be free from internal strain and 
uniform in thickness. 
[0029] 

A shape of the inner die 10 constitutes a primary factor 
having an influence on a magnitude of a shearing force. A taper 
angle with gradual enlargement in diameter from the inlet 11 
to the discharge port 12 amounts to not less than 30° but less 
than 90° , the inlet has a diameter of 20 to 60 mm, the discharge 
port has a diameter of 100 to 440 mm, and an expansion ratio 
(discharge port /inlet) being a ratio thereof is set to 1.5 to 
12.5. When setting is under the range , extension in the vicinity 
of the discharge port 12 of the inner die 10 in the circumferential 
direction is small and short fibers become hard to be oriented 
circumf erentially on inner and outer layers of a 
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cylindrical -shaped molded body 17 having a large thickness, 
and when setting exceeds the range, extension in the 
circumferential direction becomes excessive, so that a 
cylindrical- shaped molded body 17 is liable to tear in the case 
where extrusion pressures are not adequate. 
[0030] 

In order to restrict internal heat generation of rubber 
present in the rubber passage 8 between the inner die 10 and 
the outer die 13, a cooling device (not shown) can be provided 
to circulate a cooling water within the inner die 10 . The cooling 
device introduces a cooling water into the inner die 10 and 
the outer die 13 to pass the same through passages provided 
in the respective dies with a pump to discharge the same from 
the respective dies, thus circulating the cooling water. 
[0031] 

The cutting means 19 cuts out a cylindrical -shaped molded 
body 17 as shown in Fig. 5 along a direction of extrusion to 
make a two-layered rubber sheet 20 as shown in Fig. 6, and 
comprises bladed tools such as cutter and knife , or laser knife , 
and ultrasonic vibration cutter. The two- layered rubber sheet 
20 is fed via guide rolls by a drive roll to be wound round 
a take-up roll while a liner such as canvas is laminated thereon . 
[ Embodiment 2 ] 
[0032] 

In another apparatus 1, shown in Fig. 2, for making a 
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short-fiber oriented rubber sheet, on which adhesive rubber 
is laminated, a first extruder 2a for kneading short-fiber 
containing rubber 15 with rotation of an extrusion screw 4a 
in a cylinder 3a, and a second extruder 2b for kneading 
short-fiber non-containing rubber 16 with rotation of an 
extrusion screw 4b in a cylinder 3b introduce the extruded rubber 
into a rubber passage 8 provided on a back of an expansion die 
5. 

[0033 ] 

The first extruder 2a connects to the expansion die 5 
in an axial direction of the extrusion screw 4a, and the second 
extruder 2b is arranged perpendicular to the first extruder 
2a. And the adhesive rubber 16 extruded from the second extruder 
2b is liable to surround an outer periphery of the short -fiber 
containing rubber 15 when striking against a rectifying 
projection provided in a position distant from a tip end 25 
of the extrusion screw 4a of the first extruder 2a. 
[0034] 

An inner die 10 of the expansion die 5 is gradually enlarged 
in diameter toward a discharge port 12 to be cone-shaped, and 
received in an outer die 13 to provide a gap of a predetermined 
thickness between the inner die 10 and the outer die 13. A 
cone-shaped separate body 27 mounted and fixed to the inner 
die 10 causes rubber flow to evenly diverge at 360 degrees to 
be extruded into the rubber passage 8 between the inner die 
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10 and the outer die 13, 
[0035] 

The short-fiber containing rubber 15 is gradually 
subjected to extension toward the discharge port 12 in a 
circumferential direction to orient short fibers in the 
circumferential direction, and is simultaneously subjected to 
extrusion molding into a cylindrical- shaped molded body 17, 
an outer layer of which is surrounded by the adhesive rubber 
16, as shown in Fig. 5. The cylindrical-shaped molded body 17 
immediately after extrusion as shown in Fig. 6 is formed into 
a two- layered rubber sheet 20 as shown in Fig. 6 while being 
cut out by cutting means 19 along a direction of extrusion. 
The short-fiber containing rubber 15 has a thickness of 1.5 
to 10 mm and the adhesive rubber 16 has a thickness of 0.1 to 
1 . 0 mm. 
[0036] 

In this manner, in the apparatus 1 shown in Fig. 2, the 
short-fiber containing rubber 15, which has been extruded and 
an outer periphery of which is covered with the adhesive rubber 
16 , is simultaneously extruded from an inlet 11 of the expansion 
die 5 to mold the cylindrical -shaped molded body 17 composed 
of the short -fiber containing rubber 15, an outer periphery 
of which is covered with the adhesive rubber 16, while in an 
apparatus 1 shown in Fig. 3, short -fiber containing rubber 15 
is caused to enter from an inlet 11 of an expansion die 5 and 
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adhesive rubber 16 is caused to enter in a position P between 
the inlet 11 and a discharge port 12 of the expansion die 5 
whereby a cylindrical- shaped molded body 17 composed of the 
short-fiber containing rubber 15, an outer periphery of which 
is covered with the adhesive rubber 16, is extrusion-molded. 
[Embodiment 3] 
[0037] 

More specifically, in the apparatus 1 shown in Fig. 3, 
a first extruder 2a for kneading short-fiber containing rubber 
15 with rotation of an extrusion screw 4a in a cylinder 3a extrudes 
rubber from the inlet 11 to the discharge port 12 of the expansion 
die 5. Meanwhile, a second extruder 2b for kneading short-fiber 
non-containing rubber 16 is arranged in a state to intersect 
the first extruder 2a and cause the adhesive rubber 16 to 
cylindrically enter in a position P between the inlet 11 and 
the discharge port 12 of the expansion die 5 from a 
circumferential arranged rubber reservoir 35 via a rubber 
passage 36. 
[0038] 

A definite step is provided in the entrance position P 
on the rubber passage 8 as shown in Fig. 4, and a width of the 
rubber passage 8 extending from the entrance position P to the 
discharge port 12 is increased corresponding to a thickness 
of the adhesive rubber 16 as laminated whereby resistance to 
introduction of the adhesive rubber 16 into the rubber passage 



23 



8 is reduced to make the adhesive rubber easy to surround an 
outer periphery of the short -fiber containing rubber 15 and 

the adhesive rubber 16 is made uniform in thickness. There is 
caused no problem provided that the entrance position P is 
between the. inlet 11 and the discharge port 12 , . and it is 
preferable that the entrance position be in the vicinity of 
the discharge port 12. 
[Embodiment 4] 
[0039 ] 

In an apparatus 1 shown in Fig. 7, a gear pump 40 is 
interposed between a cylinder 3a and an expansion die 5, 
short -fiber containing rubber 15 kneaded in a first extruder 
2a with rotation of an extrusion screw 4a in a cylinder 3a passes 
between a drive gear 41 and a driven gear 42, which mesh with 
each other to rotate, to be forcedly fed to an expansion die 
5 to be extruded from an inlet 11 and to a discharge port 12. 
Meanwhile, a second extruder 2b for kneading short -fiber 
non-containing rubber 16 is arranged in a state to intersect 
the first extruder 2a and causes adhesive rubber 16 to 
cylindrically enter in a position P in the vicinity of the 
discharge port 12 of the expansion die 5 via a rubber passage 
36 from a circumferential arranged rubber reservoir 35. 
[0040] 

There is caused no problem provided that the entrance 
position P is between the inlet 11 and the discharge port 12, 
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and more specifically, a rubber sheet free from dispersion in 
thickness is obtained when the entrance position is in the 
vicinity of the discharge port 12 as shown in Fig . 8 , concretely , 
between a position , in which enlargement of the die is terminated, 
and the discharge port 12. 
[0041] 

According to the knowledge of the inventors of the present 
application, since short-fiber containing rubber is hard as 
compared with adhesive rubber, an adhesive rubber layer is 
affected by a short-fiber containing rubber layer in extrusion 
while being expanded in a laminated state, so that waviness 
is liable to be generated on the resulting rubber sheet . However , 
by positioning the entrance position P in the vicinity of the 
discharge port 12, a distance, over which the adhesive rubber 
layer is affected by the short -fiber containing rubber layer, 
is shortened to make generation of waviness characteristically 
hard. 

In addition, a combination of positioning of the entrance 
position P in the vicinity of the discharge port 12 and 
interposition of the gear pump 40 between the cylinder 3a and 
the expansion die 5 is not essential but they can be embodied 
independently . 
[0042] 

Then the two-layered rubber sheet 20 provided with the 
adhesive rubber 16 is cut to a predetermined length to make 
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a molded sheet 54 with adhesive rubber 52. 
[0043] 

Subsequently, an explanation is given to a method of 
manufacturing a V-ribbed belt making use of the molded sheet 
54 with the adhesive rubber 52, which is obtained in the above 
method, with reference to Fig. 9. 
[0044] 

First , as shown in Fig . 9 , a molded body 55 for a V-ribbed 
belt is formed by winding a cover cloth 51 , as a belt constituting 
material, made cylindrical- shaped by machine joints of plain 
weave canvas, knit fabric, or the like, composed of synthetic 
fiber such as polyester, nylon, aramid , vinylon , or the like, 
or natural fiber, or blended yarn thereof, tension members 53 
composed of fiber cord , and the molded sheet 54 with the adhesive 
rubber 52, which is cut to a predetermined length, on a mold 
50. Of course, there is no need of using a back-surface 
reinforcement material 51 in the invention. 
[0045] 

Also, in the case where a belt molded body for a double 
V-ribbed belt is to be finished, the molded sheet 54 with the 
adhesive rubber 52, tension members 53, and the molded sheet 
54 with the adhesive rubber 52 are wound as belt constituting 
materials on a mold 50 as shown in Fig, 10 to make a belt molded 
body 55, and the tension members 53 are interposed between the 
adhesive rubber 52. 



26 



[0046] 

The belt molded body 55 thus obtained is cured in a normal 
manner to provide a belt sleeve. Subsequently, the belt sleeve 
is trained round a drive roll and a driven roll and caused to 
run under a predetermined tension while a rotating grinding 
wheel 57 is moved to abut against the running belt sleeve to 
grind a plurality of ribs 56 on the molded sheet 54 for compression 
rubber at a time. The belt sleeve thus obtained is removed from 
the drive roll and the driven roll, and the belt sleeve is caused 
to run while being trained round another drive roll and another 
driven roll, and cut to a predetermined length to finish 
individual V-ribbed belts. 
[0047] 

In molding a double V-ribbed belt, the other surface of 
the belt sleeve is subjected to grinding to provide rib grooves . 
This method can be carried out according to, for example. Patent 
No. 2762238. 
[0048] 

Fig, 11 is a cross sectional view of the V-ribbed belt 
thus obtained. A V-ribbed belt 70 comprises tension members 
71 embedded in adhesive rubber 72, a plurality of ribs 74 having 
a substantially triangular- shaped cross section to extend on 
a compression rubber layer 75, which is an elastic layer below 
the tension members , in a longitudinal direction of the belt , 
and a back-surface reinforcement material 76. 
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[0049] 

Short fibers 77 contained in the ribs 74, which comprise 
short fibers composed of nylon 6, nylon 66, polyester, cotton, 
or aramid, are mixed to improve a lateral-pressure resistance 
of the ribs 74. 
[0050] 

In order that the aramid short fibers adequately exhibit 
the above-mentioned effect , the aramid short fibers have a fiber 
length of 1 to 20 mm, and their addition amounts to 1 to 30 
parts by mass relative to 100 parts by mass of rubber. The aramid 
short fibers contain aramid having an aromatic ring in molecular 
structure, for example, Conex, Nomex, Kevlar, Technola, Towalon, 
or the like, by a product name. 
[0051] 

In addition, when an addition of the aramid short fibers 
is less than 1 part by mass, the ribs 74 lacks a lateral-pressure 
resistance, and when an addition of the aramid short fibers 
is over 30 parts by mass, the short fibers will not be evenly 
dispersed in rubber. However, such addition of the aramid short 
fibers is not essential but short fibers composed of other 
materials may be added. 
[0052] 

As rubber used for the adhesive rubber 7 2 and the 
compression rubber layer 74, hydro-nitryl rubber, chloroprene 
rubber, natural rubber, CSM, ACSM, SBR, and ethylene -a- olefin 
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elastomer are adopted, and the hydro- nit ryl rubber has an 

hydrogen additive rate of not less than 80 %, and is preferably 
not less than 90 % in order to exhibit properties such as heat 
resistance and ozone resistance. Hydro-nitryl rubber having 
an hydrogen additive rate of not greater than 80 % is much reduced 
in heat resistance and ozone resistance. Taking account of oil 
resistance and cold resistance, an amount of combined 
acrylonitrile is preferably 20 to 45 %. Among others, 
ethylene-a-olef in elastomer having oil resistance and cold 
resistance is preferable. 
[0053] 

Typical of the ethylene-a-olef in elastomer is EPDM, which 
means ethylene -propylene -diene monomer. Listed as examples of 
diene monomer are dicyclopentadiene , methylene norbornene, 
ethylidene norbornane , 1, 4-hexadiene, cyclooctadiene , and so 
on. Also, ethylene-propylene base rubber (EPR) is usable. 
[0054] 

Sulfur and organic peroxide are used for cross -linking 
of the above mentioned rubber, and it is possible as organic 
peroxide to list, for example, dicumyl peroxide, di-t -butyl 
peroxide, t-butylcumyl peroxide, benzoyl peroxide, 1, 
3-bis ( t-butyl peroxy isopropyl) benzene, 2, 5-dimethyl-2 , 
5-di(t-butyl peroxy) hexyne-3, 2, 5 -dimethyl- 2 , 5- (benzoyl 
peroxy) hexane, 2, 5 -dimethyl- 2 , 5 -mono ( t-butyl peroxy ) hexane, 
and so on. 
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[0055] 

Also, by blending a co-agent , the degree of cross - linkage 
can be increased to enable prevention of problems such as 
adhesive abrasion or the like. Listed as co-agents are TIAC, 
TAC, 1, 2polybutadiene , metal salt. of unsaturated carboxylic 
acid, oxime group, guanidine, trimethylolpropane 
trimethacrylate , ethylene glycol dimethacrylate , 

N-N ' -m-phenylene bismaleimide , sulfer and so on, which are 
normally used for peroxide cross-linkage. 
[0056] 

And used at need in addition to the above are a reinforcing 
material such as carbon black and silica, a bulking agent such 
as calcium carbonate and talc, a plasticizer, a stabilizing 
agent , a processing aid , and a coloring agent , which are normally 
used for rubber compound. 
[0057] 

In addition, a rubber composite used for the adhesive 
rubber 7 2 is similar to a rubber compound of a compression rubber 
layer 104, from which short fibers are removed. Of course, short 
fibers may be contained. 
[0058] 

Polyester fibers , aramid fibers and glass fibers are used 
as the tension members 71, and among others, cords formed by 
twisting groups of polyester fiber filaments, a main unit of 
which comprises ethylene- 2 and 6-naphthalate and which have 
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a total denier number of 4000 to 8000, to subject the same to 
adhesion processing, are preferable because a belt slip rate 
can be restricted to be low and a belt is extended in life. 
Also, tension members 102 are subjected to adhesion processing 
with a view to improving adhesiveness to rubber. Common as such 
adhesion processing is to immerse fibers in a 
resorcine-f ormalin-latex (RFL) liquid and to then heat and dry 
the fibers to form an adhesive layer uniformly on surfaces 
thereof. However, this is not limitative but a method of 
performing a processing with the RFL liquid after a preliminary 
processing with epoxy or isocyanate compound is performed is 
also serviceable. 
[0059] 

By adopting a spinning pitch, that is, a winding pitch 
of tension members of 0.9 to 1.3 mm, the tension members 71 
can be finished to form a belt having a high modulus. In the 
case of less than 0.9 mm, cords run on adjacent cords to make 
winding impossible while a resulting belt is gradually decreased 
in modulus when 1.3 mm is exceeded. 
[0060] 

The back- surface reinforcement material 76 is chosen 
among cloth, knitting, and nonwoven fabric, and nonwoven fabric 
is more preferable. Listed as a constituent fiber material are 
natural fiber such as cotton, linen, rayon, and so on, and organic 
fiber such as polyamide, polyester, polyethylene, polyurethane , 
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polystyrene, polyf luoroethylene, polyacryl, polyvinyl alcohol, 

aromatic polyester, aramid, or the like. The canvas is immersed 
in a resorcine-f ormalin- latex (RFL) liquid according to a known 
technique, and then subjected to friction, in which non-cured 
rubber is rubbed in the back- surface reinforcement material 
76 , and immersed in the RFL liquid to be subjected to a processing 
to be immersed in a soaking liquid with rubber dissolved in 
a solvent . 
[0061] 

A V-ribbed belt obtained in this manner can be reduced 
in production man-hour and afford forming a transmission belt 
because the adhesive rubber and the compression rubber layer 
are beforehand laminated on each other. 
[Embodiment 5] 
[0062] 

Subsequently, a concrete example of a method of 
manufacturing a V-ribbed belt is shown in the following. 
Embodiment 5 , Comparative example 1 

A CR rubber compound shown in TABLE 1 was used as 
short -fiber containing rubber, short fibers were beforehand 
thrown into rubber by an open roll to be kneaded, and then a 
master batch as kneaded was once ejected to be cooled up to 
room temperature. The master batch and other compounds were 
thrown into an extruder, which is shown in TABLE 1 to knead 
short -fiber containing rubber, to be extruded. Simultaneously, 
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the CR rubber compound shown in TABLE 1 was used as adhesive 
rubber to be thrown into an extruder, which is shown in Fig. 
1 to knead short-fiber containing rubber, to be extruded. 
In addition, no adhesive rubber was used in the Comparative 
example. and only one layer of short -fiber containing rubber 
was used. 
[0063] 



[ TABLE 1] 





SHORT-FIBER 
CONTAINING RUBBER 


ADHESIVE RUBBER 


PART BY MASS 


PART BY MASS 


CR (SULPHUR 
MODIFIED TYPE) 


100 


100 


STEARIC ACID 


2 


2 


NYLON CUT YARN 


15 




ARAMID CUT YARN 


5 




OIL 


5 


5 


CARBON BLACK 


25 


25 


ANTIOXIDANT 


4 


4 


BISMALEIMIDE 


2 


2 


ZINC OXIDE 


5 


5 



[0064] 



Then gradual extension toward a discharge port in a 
circumferential direction and shearing forces were imparted 
to the short -fiber containing rubber according to dimensional 
conditions of an expansion die and temperature conditions of 
an extruder shown in TABLE 2, whereby a two -layered 
cylindrical- shaped molded body composed of the short-fiber 
containing rubber laminated on an inner peripheral side thereof 
and the adhesive rubber laminated on an outer peripheral side 
thereof was extrusion-molded and cut out to make a molded sheet 
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with the adhesive rubber. 
[0065] 



[ TABLE 2] 





EMBODIMENT 
(TWO LAYERS) 


COMPARATIVE 

EXAMPLE 
(SINGLE LAYER) 


EXTRUDER 


(1)90*1/4)60*2 


4>90 


EXPANSION 
HEAD 


NIPPLE 

DIAMETER 

(mm) 


4)260 


4)260 


RUBBER 

PASSAGE 

OUTLET 

CENTRAL 

DIAMETER 

(mm) R2 


4>262.5 


4)262 


RUBBER 

PASSAGE 

INLET 

CENTRAL 

DIAMETER 

(mm) R1 


4>77 


4>77 


EXPANSION 
RATIO R2/R1 


Q A 


Q A 


TEMPERATURE 

(°C) 


SCREW 


60 


60 


CYLINDER 

(THROWING 

SIDE) 


60 


60 


CYLINDER 
(HEAD SIDE) 


50 


50 


HEAD 


75 


75 


SCREW ROTATING SPEED (rpm) 


20 


20 


RUBBER SHEET 
THICKNESS (mm) 


SHORT-FIBER 

CONTAINING 

RUBBER 


3.0 


3.0 


ADHESIVE 
RUBBER 


0.5 




RUBBER SHEET Wl 


DTH (mm) 


640 


640 


ORIENTATION 


TB 

RATIO 


OUTER 
LAYER 


(ADHESIVE RUBBER) 


1.5 


MIDDLE 
LAYER 


2.0 


2.0 


INNER 
LAYER 


2.0 


1.5 


EB(%) 


OUTER 
LAYER 


(ADHESIVE RUBBER) 


50 
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MIDDLE 
LAYER 


300 


300 


INNER 

LAYER 


250 


100 



*1 : screw diameter of extruder for short-fiber containing rubber 
*2: screw diameter of extruder for adhesive rubber 



TB ratio = TB. (direction perpendicular to extrusion ) /TB 
(direction in parallel to extrusion) 
TB : tensile breaking strength 

EB = elongation in a direction in parallel to extrusion at the 

time of tensile breakage 

[0066] 

With the V-ribbed belt manufactured in the embodiment, 
two plies of rubber cotton canvas were laminated on a mold, 
and tension members composed of polyester fiber rope and a molded 
sheet with adhesive rubber were wound round the canvas to make 
a belt molded body. 
[0067] 

Orientation of short fibers in the thus obtained molded 
sheet with adhesive rubber was evaluated. In this evaluation, 
the sheet was sliced into three layers, that is, an outer layer, 
a middle layer, and an inner layer. Tensile strength ratio (TB 
ratio) (direction perpendicular to extrusion/direction in 
parallel to extrusion) and elongation (EB) in a direction in 
parallel to extrusion at the time of tensile breakage were found 
by measuring tensile strength (TB) of these respective sheets 
in a circumferential direction and in an axial direction. 
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respectively, according to JIS K6251. The greater the tensile 
strength in the direction perpendicular to extrusion as compared 
with the tensile strength in direction in parallel to extrusion, 
that is, the greater the TB ratio, the more favorable the 
orientation of short fibers in the circumferential direction. 
[0068] 

According to the above, it is found in the embodiment 
that a magnitude of the TB ratio in the outer layer corresponds 
to the adhesive rubber and differences in TB ratio and EB are 
slight v in the middle and inner layers, so that short fibers 
are favorably oriented. With the embodiment, since the outer 
layer is constituted by the adhesive rubber, orientation of 
short fibers can be neglected. With the single layer in the 
comparative example, it is found that the outer layer is small 
in TB ratio and EB and orientation of short fibers is degraded. 
[0069] 

Then curing was performed in a normal way after a jacket 
was fitted onto the belt molded body. After curing, the jacket 
was taken out , a belt sleeve was stripped from the mold, grinding 
was carried out by a grinder, and individual belts were cut 
from the belt sleeve to fabricate a V-ribbed belt. 
[0070] 

The V-ribbed belt thus obtained was a K type 3 ribbed 
belt, according to RMA standards, having a length of 975 mm, 
a rib pitch of 3.56 mm, a rib height of 2 . 0 mm, a belt thickness 
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of 4.30 mm and a rib angle of 40° . 
[Industrial Applicability] 
[0071 ] 

The method of manufacturing a transmission belt, 
according to the invention, is applicable to a transmission, 
belt such as V-ribbed belt , double V-ribbed belt , raw-edge V-belt , 
and so on. 

[Brief Description of the Drawings] 
[0072 ] 
[Fig. 1] 

Fig. 1 is a schematic view illustrating the process of 
linearly cutting out a cylindrical -shaped molded body, having 
been subjected to extrusion molding, to make the same a 
short-fiber oriented rubber sheet, according to a first 
embodiment . 
[Fig. 2] 

Fig. 2 is a schematic view illustrating the process of 
linearly cutting out a cylindrical -shaped molded body, having 
been subjected to extrusion molding, to make the same a 
short-fiber oriented rubber sheet, according to a second 
embodiment . 
[Fig. 3] 

Fig. 3 is a schematic view illustrating the process of 
linearly cutting out a cylindrical -shaped molded body, having 
been subjected to extrusion molding , to make the same a 
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short -fiber oriented rubber sheet, according to a third 

embodiment . 
[Fig. 4] 

Fig. 4 is an enlarged view showing a C part in Fig. 3. 
[Fig. 5] 

Fig. 5 is a cross sectional view taken along the line 
A-A in Fig . 1 . 
[Fig. 6] 

Fig. 6 is a perspective view showing a two-layered rubber 
sheet obtained by cutting out a short-fiber oriented rubber 
sheet with adhesive rubber. 
[Fig. 7] 

Fig. 7 is a schematic view illustrating the process of 
linearly cutting out a cylindrical -shaped molded body, having 
been subjected to extrusion molding, to make the same a 
short-fiber oriented rubber sheet, according to a third 
embodiment . 
[Fig. 8] 

Fig. 8 is an enlarged view showing a C part in Fig. 7. 
[Fig. 9] 

Fig. 9 is a cross sectional view showing a state, in which 
V-grooves are ground on a belt sleeve fabricated on a mold. 
[Fig. 10] 

Fig. 10 is a cross sectional view showing a state, in 
which a belt molded body for double V-ribbed belt is fabricated 
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on a mold. 
[Fig. 11] 

Fig. 11 is a cross sectional view showing a V-ribbed belt 
obtained in the manufacturing method according to the invention . 
[Description of Reference Numerals and Signs] 
[0073] 

2a: first extruder 
2b: second extruder 
5: expansion die 
8: rubber passage 
10: inner die 
11: inlet 

12: discharge port 
13: outer die 

15: short-fiber containing rubber 
16: adhesive rubber 

17: cylindrical- shaped molded body 

19: cutting means 

20: two-layered rubber sheet 

40: gear pump 

P: entrance position 

50: mold 

51: back-surface reinforcement material 
52: adhesive rubber 
53: tension members 
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54: molded sheet 

55: belt molded body 

56 : ribs 

[Designation of Document] Abstract 
[Abstract] 

[Problem] To provide a method of manufacturing a transmission 
belt, which can be molded by laminating a rubber layer 
corresponding to a compression rubber layer with short fibers 
oriented in a fixed direction, and an adhesive rubber layer 
containing no short fibers together and smoothly extruding the 
layers while generation of roughing of rubber surfaces is 
prevented, production man-hour is reduced, and cost is 
decreased. 

[Means for Resolution] A method of manufacturing a transmission 
belt, in which method a two-layered cylindrical- shaped molded 
body 17, which is composed of short-fiber containing rubber 
laminated on an inner peripheral side thereof and adhesive rubber 
laminated on an outer peripheral side thereof, is subjected 
to extrusion molding with an expansion die 5 gradually enlarged 
in diameter from an inlet to a discharge port, and cut out to 
make a two -layered rubber sheet 20 , on which the adhesive rubber 
16 is laminated, the two- layered rubber sheet 20 is cut to a 
predetermined length in a longitudinal direction to make amolded 
sheet 54 with adhesive rubber 52, at least tension members 53 
and the molded sheet 54 with the adhesive rubber 5 2 are wound 
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round a mold 50, the tension members 53 and the adhesive rubber 
52 are made adjacent to each other to fabricate a belt molded 
body 55, and the belt molded body is cured and ground to finish 
a belt sleeve provided with ribs 56. 
. [Selected Drawing] Figure 9 
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